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XXXI. Experiments on ignited Bodies* 
By John Roebuck^ M, D. F. R. S. 



Extras of a Letter from Dr. roebuck to Dr^ 

BROCKLESBY. 

R. Feb. 15, TL yfR. BUFFON affeits, that he found a ball of 
ly^ iron, which weighed 49 lbs. 9 oz. when 
cold, to weigh, when heated to a white heat, 49 lbs. 11 
oz. which is an augmentation of weight of 19} grains to 
the pounds 

This extraordinary f a£t, circumftantially niarrated by 
the very eminent and ingenious M. buffon, being con- 
trary to the opinions of thofe philofophers who have mofl: 
enlarged our natural Knowledge by their candid and 
cautious inquiry into the qualities of bodies, made me 
very folicitous to make fimilar experiments. 

Some time ago, when I was at Birmingham, I had 
very luckily an opportunity, by the aid of two accurate 
balances of my friend Mr. bolton's ; one of which 
would, without ftraining the beam, weigh a pound and 
turn with one-tenth of a grain; and the other weigh half 
an ounce, and turn with the hundredth part of a grain. 

X X X a I heated 
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I heated a piece of iron, of nearly one pound weight, to 
a white heat, or what the fmiths call a welding heat, and 
founds by the moft accurate experiments which I could 
make, and which I again and again repeated, that the 
iron, when left feveral hours in the halance to cool, 
weighed nearly one grain lefs when cold than when hot ; 
and that a piece of iron, of abo^t five pennyweights, which 
was tried by the fmaller and more accurate balance, 
weighed,, as appeared by an index which moved oppofite 
to a quadrant, ftmewhat more when cold tha:n when 
hot. I tried the fame experiment on copper ; but, to my 
great furprize^ I found a piece of copper, of nearly one 
pdimd weight, fbur grains lighter after it had been left 
foricie hours to cool in the balance than when it was put 
in. I repeated the experiment^ atid found the event the 
fame; but firfpe6ting this might pofCkbly arife from the 
copper cafting fcales, I placed a ftieet of white paper tin- 
dier the balance, and collected as many fcales as made, up 
nearly the deficiency of the weight.. 



TO SIR JOHN ERIKG1.E, BART. P. R. S» 

c T « London, 

^ * ^? May 9, 1776. 

R.«.p.T BEG reave ,0 inform yon of fte following 
•*• experiments, which were made to afcertain 

the variation of the weight of bodies when hot and cold. 
"^ April 
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April 29, 1776, I heated a cyltader of wrought 
iron, which weighed fifty-five pounds, to a white 
heat, and exadly balanced the fame, When hot, in the 
prefence of thehon. -heinhy caveni>ish, nath.piggot, 

MAT-THEW KAPIR, ANDREW CROSBY, EDW, DELAVAL,. 
HAMIXTON, DAVID HARTLEY, WILLIAM RUSSEL, 

Efquires; Doctors hunter, brocklesby, morton^ 

WILLIAM FORD YCE, GEORGE FORDYCE, RUSSEL, WATSON 

j?iinior,'MiisdRAVE; Meff. john hunter, ben. Wilson, 

|AMES RUiSSEL, RAMSDEN, WHITEttOll^E, MAGELLAN. 

After the cylinder had l>een two hours cooling in the 
fcale, I weighed it again, Slnd fotfnd that it had iricreafed 
ih" weight three pennyweights and a few grains. Five 
hours after cooling, Mr. Magellan weighed it, and 
found it had increafed in weight three pennyweights 
feventeen grains. Six hours after cooling, when the 
cylinder was blood- warm, I weighed it again, in the pre- 
fence of Dr. hunter. Dr. br^ocklesby, Mr. gray, and 
Mr. NEiSBiT, and found it to have increafed in weight 
four penny weights. The day following, about twenty- 
two hours after cooling in the prefence of matthew 
RAPER and ANDREW CROSBY, cfquircSj I again weighed it, 
and found that it had increafed in weight fix penny- 
weights feventeen grains. Mr. abram whitehouse, 
who was very folicitous to have the above experiment 
made accurately, procured from Mr. samuel read a 
very exa6t beam, which readily turned, to the convicJtioa 
of all the above gentlemen, with lefs than a penny- 
weight, though loaded with the above iron cylinder; but 
MATTHEW^ RAPER, ANDREW CROSBY, Efquircs, and my- 
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felf examined the beam leifurely and accurately, and 
found it turned very diftin6lly with four grains, though 
loaded as above. In order to difco ver the caufe of this 
increafe of weight of the cylinder when cold, I heated 
two ounces eight pennyweights of the fcales or calx of 
wrought iron, and found the fame to increafe in weight 
five grains when cold. 

I heated two pieces of pure filver which weighed two 
pounds, ten ounces, five pennyweights ; and when the 
filver was cold it increafed in weight five grains, though 
it produces no calx from being heated red-hot. 

The above experiments are conformable to thofe 
which I formerly made with fome very exa£t fcales at 
Birmingham ; an account of which I tranfmitted to Dr. 

BROCKLESBY. 

I have the honour to be, Sec- 
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